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Dart Aerospace Ltd. 


1270 Aberdeen St 
Hawkesbury, ON 
K6A 1K7 

Canada 


“DART 


AEROSPACE 


Tel (613) 632-5200 


MECO002-VU 
Metaux Castle 

P.O. Box 4090 Stn A 
Toronto 

ON 

M5W OE9 Canada 


1270 Aberdeen Street 
Hawkesbury 

ON 

K6A 1K7 Canada 
Phone: 613-632-5200 


'M303B1.000 Firmed - 


'X 1.000 | 
:: MATERIAL: | 
AISI 303 SS 
BAR AS PER | 
ASTM A582 | 
‘NOTE: AISI | 
304/316 NOT | 
ACCEPTABLE : 
receive ft 


Procurement Quality Clauses 
A005 right of entry 
A012 chemical and physical test report 
A016 personnel qualification 
A017 raw material identification (as applicable) 
A026 certification of material conformance 
A041 quality management system 
A042 dart notification by supplier 
A043 retention of quality documents 


PURCHASE ORDER 


PO No: 
PO Date: 
Due Date: 


PURCHASE ORDER 
PO041895 


PO041895 
11/29/18 
12/18/18 


Purchase Order 
Revision: 


Revision Date: 


Ship-To Contact: 


Via: 
Pymt Terms: 


Lavoie, ChantalPhone: 
clavoie@dartaero.com 


Ground 
Net 30 


Freight Terms: 
Special Comments: 


„мала 24 ft oft 24 ft 


| 


$18. S9/ft. $446.16 


ia d x Det 10 208 


| | 
| | 
| | 
| | 
| | 


i 


Grand Total: | $446.16 


A048 counterfeit parts avoidance, detection, mitigation and disposition program 


A049 supplier awareness 


Terms & Condition of Purchasing(Suppliers) and Procurement Quality Clauses are an integral part of our AS9100 requirements. To learn in detail, please visit 


www.dartaerospace.com for further explanation. 


Plex 11/29/18 1:42 PM dart.lavoie.chantal 


https://www.plexonline.com/f05c917c-10d3-44b2-be43-8ac14c55b01c/Plexus Control/Report Міемег_2.аѕр?гу=и%1Е..%2ЕРигсһаѕіпд%2ЕРО Print... 
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Chantal Lavoie 
—— —————————————n—ÁÍ—— e 


From: Desbiens, Marc <mdesbien@amcastle.com> 
Sent: Thursday, November 29, 2018 9:36 AM 

To: Chantal Lavoie 

Subject: RE: quote 


Good Morning Chantal, 
price and delivery on mat'l. 


6061-t6 bat T» X 15" X x 24 ft Must regret, not available 


6061-t6-bar 1" x 16" x 48 ft -Mustregret.-notavailable - B 
6061-16 bar 1x8"x12ft —$26.72 Ft _ 10 days 

6061-16 bar 2.5" x 3.5” x 12 ft - Must-regret, not available - 
6061-16 bar 0.750" x 5" x.12 ft... Must regret,.not available 
6061-16 sheet 125” x 32 sf —Mustregret, not available 


303 bar1”x1"x12ft 5 18.591 10days 


Thanks 


Marc Desbiens 

Inside sales representative 
Castle Metals, Montreal, QC 
Direct line 514-795-8176 
1-800-806-6660 ext 52226 
Fax # 1-855-892-6370 


Customized Supply Chain Solutions for Your Metal Needs 


This E-mail may contain proprietary information and may be confidential. You are to treat this material in 
accordance with your company's confidentiality policies and limit any distribution accordingly. 


If you are not the intended recipient of this E-mail, you are hereby notified that any dissemination, distribution 
or copying of this message is strictly prohibited. If you received this message in error, please delete it 
immediately. 


This e-mail message has been scanned by SEG Cloud 
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From Volbrsns Stainiessine Date 14/2015 To CAUFORNIA BRAZING 900 AJZBIOS Lnf 1 For 3681718 Роп 4855 Моши 209325 Tag 54226918 


| Product Certification Report 
JX VALBRUNA 
74 SLATER STAINLESS INE Report Number: 5147180 


3400 TAYLOA STRCET WEST PO BOX 830 
(OAT Werne IN асалу + 


та ee овакав еп Лиз БА. Sets ваза 9 ов 1 
| Orter Le, Сри Date Свева у Ende u——— À— ge _= о: 1 1 
1403067 001 (30320 
Oim t Lustemurid, Tusome Furchäse Order ка 
| 1.0000 002474 |03259 | 
| Product Sapa Сато? Grade 
¡Cold Drawn Squares Cold Drawn Finish 303 
| Longin finches} Olli cf РА Vérigitt 
|...132.000 Min, 156.000 Max. Pra | 
VALBRUNA STAINLESS, INC. VALBRUNA STAINLESS, INC. 
She 13950 BENSON AVENUE Sold 13950 BENSON AVENUE 
Р |снімо, CA 91710 010 | CHINO, СА 91710 

Te To 
Lifts: 0037 0045 uu 
AISI 303 Condition & 00:5-7548 AMD.2 
UNS 530300 ASTMA 484-148 ESTA 583) 1201 
ANS 55401 ТҮРЕ | 
CHEMICAL ANALYSIS 

с Ma P S 53 Gr Ni Ho Cu Co N 
042 1,76 .032 25 E: i 


BRINELL (Тура A device) (E-10j 
HRW 


235 
TENSILE PROPERTIES ASTM ES-13a 

TS (PST) „2њу5 (PSI) *ELG") RA 

110100 $2709 44.7 5.0 

MACRO ASTM E340«13/E381-01 

MACRO 

ox = 

No welding ar weld repair done. 


Material when shipped is free fram contamination be mercury.radium, alpha source. and law melting elements. 
Reduction Ratio Exceeds 4:1 
Electric Furnace melted; AOD refined, 
Chemical testing to one or more of the listed ASTM methods; 
E415-14, Еп 911, EtOB6-14, 
Location af tensile fracture: inside middie of gage length. 
Chemical Analysis performed at Acciaierie Valbruna, laly. 
No mercury or low melting alloy contamination. No weld re parr, 
Melted and manufactured in Italy, 
Material conforms to listed specifications and is DFARS compli 


ant, 
1 with FSO 9001:2008, Pro Р 


conrdange with EN 10204 31 


Results relate only io the items tested Certification shall not be reproduced except in full, without written approval of Valbruna 
Stainless inc The recording of false, fictitious, or fraudulent statements on this document may be punished as s felony under 
federal statutes Including Federat law Title 18, Chapter 47. Consult material safety data sheet (MSDS) for hazard info, 

i hereby certify that the reported figures are correct as contained in the records of the corporation. 


As cue di CASTLE METALS STO 
«na! Driacket@valbtuna.us Dennis Hackett nies 
MECHANICAL ID 


ITEM CODE 
LOT NUMBER я 
PURCHASE ORDER wg 
SUPPLIER 


SPECIFICATION/LCS 
МРРНОХЕВ DATE 


Castle Metals 


HEAT NUMBER: NF100791966 
MECHANICAL ID: 

ITEM CODE: 14275 
PO/LINE NUMBER: 465511 
RECEIPT NUMBER: 

SUPPLIER: NUCOR 
SPECIFICATION: 
LCS: NO 

COMMENT: 

APPROVED: AMB 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: M 9,36 iow x/.un РО / BATCH NO.: №: 5155/2059 
DATE: /& (2/11 
MATERIAL CERT REC'D: 74 THICKNESS ORDERED: / ко“ 
QUANTITY RECEIVED: 29 Pp, THICKNESS RECEIVED: / 20 ' 
QUANTITY INSPECTED: 24h SHEET SIZE ORDERED: —— 


QUANTITY REJECTED: Ø SHEET SIZE RECEIVED: — 


DESCRIPTION COMMENTS 
l SURFACE DAMASE | 4 O CO 


п таьна 
[CORROSION ____| у Bl —————— ——— — ————— — — — — —]j 
а ыны 
ON У A 

[CORRECT THICKNESS — [Y [Nj 

| HOToREQURED ^ [YN] — — — — — — ——— — — ——— —]j 
[CORRECT REF #TOLINKCERT | V| N | 4777226823 —— — — —— — ——— — — ——]j 


CORRECT MATERIAL IDENTFICATION (Y | N | 
CORRECT Mit ON THE MATERIAL | Y 
DOES THIS MATERIAL REQUIRE 

ENGINEERING SIGN OFF Y IN) 


DOES THIS REQUIRE AN 6 
EXTRUSION REPORT Y IW) 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 


TYPE OF MATERIAL Е ЕЕ TERÁN. 
SIZE OF TEST SAMPLE EA Ga bee TICA 
HARDNESS / DUROMETER READING BENE Pe: eee SE 


testers located in the Quality Office 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


61 
INSPECTED BY: 050 SIGNED OFF BY: 


DATE: Хол DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurancelapproved QA\MRIF Material Receipt Inspection Form revD 


